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REMARKS/ARGUMENTS 
Claims 31-47 are pending. 

Applicants acknowledge that the previous restriction requirement has been made 
final and has canceled non-elected claims 1-23. 

The specification has been conformed to correspond to the preferred format for 
U.S. patent applications as required in the Office Action, and a Substitute Specification is 
submitted herewith. 

Elected claims 24-30 have been rewritten as new claims 3 1-47. The new claims 
are in fiill compliance with 35 USC §112. 

Applicants note with appreciation that original claim 26, which corresponds to 
new claim 34, has not been rejected over the prior art. 

Original claims 24-25 and 27-30, which correspond to new claims 32-33 and 35- 
38, were rejected for anticipation by DeWald (5,928,771), Energy Conversion (EP 179582) or 
Weissmantel (4,731,302) because the references, e.g. DeWald, disclose "boron and carbon 
coating, with the claimed coating between that coating and the substrate, within the claimed 
thickness". 

The other two references were similarly applied. 

The present invention, as defined by independent claims 31 and 32, is directed to 
an article which has first and second, different surface regions, which may be spaced apart or 
adjoining, to which different carbide and carbon layers are supplied. As a result, the different 
surface layers provide the first and second surface regions of the article with different 
coefficients of fiiction. 

As is set forth in the application, it is sometimes desirable to have an article that 
exhibits different coefficients of fiiction at different areas of its surfaces for products such as . 
links of driving chains, bearings and certain fastener elements, as is summarized on pages 1 and 
2 of the present application. 

Each of the three references over which the elected claims (except for claim 26) 
were rejected for anticipation discloses an arrangement in which different surface layers are 
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applied, one on top of the other, to an object or substrate. As a result, each of the articles of the 
applied prior art references has a continuous surface layer which has one and the same 
coefficient of friction throughout the entire coated surface of the article. The concept of having 
an article with two different or separate surface regions which carry different layers so as to 
provide the surface regions with different coefficients of frictions is absent from and nowhere 
mentioned in the references. 

As is shown in Fig. 1 of DeWald and described in column 3, lines 20-25 of the 
patent, the article comprises a "substrate 4 that has a coating 5 of the invention applied thereto 
comprising interfacial region 6, transition region 8 with cubic boron nitride crystals 9, and outer 
region 10 with cubic boron nitride crystals 9", The outer region 10 is the same throughout the 
article and defines the coefficient of friction for the article which is uniform throughout. The 
concept of applying two different surface layers to separate exterior regions of the article is 
entirely absent from DeWald. 

Energy Conversion Devices discloses an article which has two layers, one on top 
of the other, applied to the article. It states, amongst others, that "a disordered boron and carbon 
external coating is provided atop an underlying wear layer, the disordered boron-carbon coating 
exhibiting excellent resistance to wear" (emphasis added). Li Energy Conversion Devices as 
well, the concept of applying different layers to separate surface areas of an article to give the 
surface areas different coefficients of friction is absent. 

Weissmantel discloses a hard coating of carbon and boron/nitrogen applied to an 
article or a substrate as a single layer. The concept of applying two layers to separate surface 
regions of the article to provide different coefficients of friction is entirely absent from 
Weissmantel. 

Independent claim 3 1 is limited, amongst others, to an article having first and 
second exterior surface regions carrying layers of a carbide selected from the listed group and 
carbon, "the first homogeneous layer having, a relatively lower proportion of carbon and the 
second homogeneous layer having a relatively higher proportion of carbon in comparison to the 
first homogeneous layer, the second exterior surface region having a lower coefficient of friction 
than the first exterior surface region'*. 
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Independent claim 32 is similarly limited and recites, amongst others, "there 
being a relatively lower proportion of carbon in said first homogeneous layer than in said second 
homogeneous layer and in an amount selected to achieve a relatively high coefficient of friction 
at said first exterior surface region and a relatively higher proportion of carbon in said second 
homogeneous layer in comparison to said first homogeneous layer and in an amount selected to 
achieve a relatively low coefficient of friction at said second exterior surface region". 



concerns itself with an article having different layers applied to different surface regions of an 
article so as to provide the article with differing coefficients of friction in the different surface 
regions. In view thereof, none of the applied references anticipates either of the independent 
claims or, for that matter, renders the claims obvious, although applicants note that the claims 
were not rejected for obviousness. 



The dependent claims are directed to specific features of the present invention 



which are independently patentable. These claims are allowable because they depend from an 
allowable parent claim. 

CONCLUSION 

In view of the foregoing, applicants submit that this application is in condition for 
allowance, and a formal notification to that effect at an early date is requested. 

If the Examiner beUeves a telephone conference would expedite prosecution of 
this application, please telephone the undersigned at 41 5-576-0200. 

Respectfully submitted, 



TOWNSEND and TOWNSEND and CREW LLP 

Two Embarcadero Center, 8*^ Floor 

San Francisco, CaHfomia 941 1 1-3834 

Tel: (415) 576-0200 

Fax: (415)576-0300 

JGS:jhw 



None of the three applied references discloses or in any manner suggests or 
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METHOD FOR THE MANUFAC TURE OF AN ARTICL E AND AN ARTICLE 
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[0001] The present invention relates to a method for the manufacture 
of an article having a first and a second surface region of different 
coefficients of friction using a treatment chamber suitable for the carrying 
out of PVD processes. 



IP0021 The invention is concerned with a new concept belonging to the 
invention to the effect that it must be possible to provide a relatively high 
coefficient of friction on a first surface region and a relatively low coefficient 
of friction on a second surface region by means of a PVD process at a 
reasonable cost. 

f00031 Examples for applications where such a process could be useful 
are, for example: 

- links of driving chains which are installed in infinitely variable drives; 

- bearings which should have a high coefficient of friction on the outside so 
that they can be held in a housing without slipping, but which should 
have a lower coefficient of friction on the inside so that they can provide 
the joumalling of a shaft or another component with extremely low wear 
propertiesv; and 

- fastener elements and washers for fastener elements. For example, a 
washer for a nut should have a higher coefficient of friction on the 
surface facing the component so that the washer does not turn on the 



component and damage the component when the nut is tightened, while 
the coefficient of friction for the pair washer/ nut should be small so that 
the nut can be properly tightened, for which a relative rotary movement 
is required between the nut and the stationary washer. 

Summa r y of the Invention 

[00041 In order to satisfy this object, the initially named method is 
characterized in accordance with the invention by at least two PVD coating 
processes being carried out at the same time in the treatment chamber, with 
the first PVD coating process being carried out with a comparatively directed 
vapor flux from one target or from a plurality of targets which can comprise 
one or more of the elements B, Si, Ti, V, Cr, Zr, Nb, Mo, Hf, Ta and W, 
carbides of the said elements and carbon and with the second PVD coating 
process being carried out with a comparatively less directed or non-directed 
vapor flux of carbon. 

fOOOS] The invention is based on the recognition that carbides 
consisting of the said elements and carbon, in particular coatings with 
incorporated hydrogen, have a coefficient of friction which is dependent on 
the composition of the layer. For example, a coating B4C-C:H with 55 atomic 
% of boron and consequently 45 atomic % of C:H has a coefficient of friction 
of 0.2, whereas the same coating with 80 atomic % of boron has a coefficient 
of friction of 0.9. 

[0006] A composition-dependent coefficient of friction can be found in 
all sa Mthese elements, although the exact compositions required to produce 
clearly different coefficients of friction differ in each case. For tungsten, for 
example, a composition of W-C:H with 50 at% W has a high coefficient of 
friction, whereas with 15 at% W and a consequently higher proportion of 
carbon a low coefficient of friction results. 



[0007| As a result of the deposition of the carbide layer from a 

comparatively directed vapor flux, this coating is preferably effected on the 
surface region which is perpendicular to and facing the vapor flux, whereas 
a considerably thinner coating is formed on surfaces which are not 
perpendicular to the vapor fliox, i.e. are not facing it. 

[00081 By the carbon vapor flux being comparatively less directed or 
non-directed, i.e. de facto forming a carbon cloud, the carbon is present at 
all surface regions equally with an approximately constant distribution 
density. As the carbon on the first surface region mixes with a larger supply 
of carbide molecules, a coating with relatively little carbon is effected there, 
whereas a high carbon concentration is achieved on the second surface 
region where comparatively few molecules of the carbide are deposited due 
to the directed properties of the vapor flux. 

f00091 . Thus, different carbon contents are present on the two said 
surface regions which result in the different coefficients of friction on these 
surface regions desired in accordance with the invention. 

[00101 While, strictly speaking, it is not necessary to provide any 
movements of the articles to carry out the method in accordance with the 
invention, particularly when only a single article is to be coated, it is, 
however, advisable for reasons of process economy and for the generation of 
a uniform coating to arrange the object or a plurality of objects on a rotary 
support in a manner known per se. 

[00111 T he two PVD coating processes can be realized in a variety of 
ways. 

[00121 It is possible, for example, to carry out the two PVD coating 
processes by using a single PVD coating apparatus. To realize this, one 
proceeds in accordanc e with claim 2 such that a metal vapor or metal and 



carbide ions are generated with one or more targets using a cathode 
sputtering process or an arc discharge vaporization process and directed 
onto the article as a directed vapor flux, with the cathode sputtering process 
or the arc discharge vaporizing process resulting in or contributing to the 
generation of a plasma in the treatment chamber and thereby to the 
generation, from a hydrocarbon atmosphere present in the treatment 
chamber, of carbon ions and molecules in the form of a less directed or non- 
directed vapor flux, which is at least partially incorporated into the coating 
being formed on the article. 

r0013^ ^The carbon ions and molecules are thus generated in a plasma 

which is anyway present in the cathode sputtering mode or the arc 
discharge vaporization mode due to the operation of a cathode (target). This 
plasma can also be expanded by the use of selected magnetic fields in order 
to increase the supply of carbon ions and molecules and above all to bring it 
into the region of the article. The magnetic fields can also be the magnetic 
fields which are needed for the operation of the cathode as an imbalanced 
magnetron. 

[0014'! ^Another possibility of carrying out the two PVD coating 

processes is to use first and second PVD apparatuses in the treatment 
chamber, with the arrangement being able to be chosen so that at least a 
first PVD coating apparatus and a second PVD coating apparatus are used 
in the treatment chamber, with the first PVD coating apparatus generating a 
comparatively directed vapor flux from a target or a plurality of targets 
consisting of one or more of the elements B, Si, Ti, V, Cr, Zr, Nb, Mo, Hf, Ta 
and W, carbides of the said elements and carbon, and the second element 
generating a comparatively less directed or non-directed vapor flux of 
carbon. 

[0015] T o carry out the method in accordance with the invention in 
accordance with the first variant, the article or plurality of articles can be 



arranged on a rotary support and be moved through the comparatively 
directed vapor flux of the first PVD coating apparatus by a rotary movement 
of the support, with said rotary movement being either a simple rotary 
movement so that the article or each article has a given, at least 
substantially constant, effective orientation with respect to the said vapor 
flux, or a complex rotary movement, for example a rotary movement in 
which the article or each article is rotated around its own axis, with the 
individual rotary movements being synchronized in the case of a more 
complex rotary movement such that the article or each article also has a 
given, at least substantially constant, effective orientation with respect to 
the said vapor fliox. 

[00161 By the effective orientation of the article always being identical 
with respect to the directed vapor flow of the first PVD coating apparatus, 
the first surface region is preferably coated. By the vapor flux of carbon 
being less directed, it is present at all surface regions, whereby the different 
compositions of the first and second surface regions are created, as 
described above. The first PVD coating apparatus generating a comparatively 
directed vapor flux can be one or more of the following coating apparatuses: 

- an arc discharge vaporization device; 

- a cathode sputtering device, for example in the form of a magnetron or an 
imbalanced magnetron; 

- a linear ion source, in particular a source of this kind for the generation 
of ceirbon ions such as a plasma generating source with a heating 
filament. 

[00171 The second PVD coating apparatus generating a comparatively 
less directed or non-directed vapor flux is one or more of the following 
coating apparatuses: 

- an ion source, in particular for the generation of carbon ions from a 
gaseous hydrocarbon supplied to the treatment chamber; 




- a plasma source, for example with a plasma generated from a microwave 
source, in particular a high -power microwave source. 

[00181 A second way of satisfying the object underlying the application 
using a method of the kind initially mentioned is characterized in that at 
least a first PVD coating apparatus and a second PVC coating apparatus are 
used in the treatment chamber, in that the article or plurality of articles is 
arranged on the rotary support, in that the or each article is furthermore 
rotatable around its own axis on the rotary support and in that the rotary 
movement around the or each article's own axis and the rotary movement 
around the axis of rotation of the support are synchronized such that the 
first surface region is coated preferably by the first coating apparatus and 
the second surface region preferably by the second coating apparatus. 

[00191 In this variant of the invention, one works mainly with two 
directed vapor flixxes: on the one hand of metal, B and/or Si atoms or ions 
and carbon which result in the formation of a carbide on the article, and on 
the other hand of carbon, with it being possible here to generate different 
carbon contents, and thus also the desired different coefficients of friction, 
on the first and second surface regions thanks to the special 
synchronization of the rotary movements of the article(s) . 

[00201 With a carefully selected procedure, it is possible to ensure that 
a multi-layer coating is formed on the second surface region; said multi- 
layer coating being described exactly in the simultaneously filed German 
patent application 10005614.8 with the title "A method for the manufacture 
of coatings and of an article", in which an extremely hard, wear-resistant 
and elastic surface with a low coefficient of friction cam be generated. 

[00211 contents of this simultaneously filed application are also 

made part of the disclosure of the present application by way of the above 
reference. 




Particularly pr e f e rred e mbodiments of the invention can be found in the 
further method claims. 

Th e pres e nt invention, howev e r, also comprises articl e s with corresponding 
coatings and defined by claims 2A to 30. 

r0022] T he invention is described in more detail in the following with 
reference to embodiments with and to the drav^dngs , which show: ^ 

Brief Description of the Drawings 

[0023] Fig. 1 is a graphical representation of the dependency of the 
friction coefficient of the composition B4C-C:H as a function of the B content 
in at%; 

[00241 Fig. 2 is a representation of the usual vapor flux of a PVD 
coating apparatus with a comparatively directed vapor flux, for example 
from an arc discharge vaporization device or a cathode sputtering device; 

[00251 Fig. 3 is a representation of the vapor flux of a PVD coating 
apparatus with a comparatively less directed or non-directed vapor flux; 

[00261 I^ig' ^ is a schematic representation of a PVD coating apparatus 
known per se which is described in the European patent application with 
the publication number 0439561 and which is well-suited in a slightly 
modified form for the carrying out of the present method^; 

r00271 Fig. 5 is a schematic representation of a modified version of the 
apparatus in accordance with Fig. 4 for the carrying out of the first variant 
of the method in accordance with the invention; 



[0028] Figs. 6, 7 and 8 further possibl e d e v e lopments and 8 show 

alternative embodiments of the apparatus in accordance with Fig. 4 for 



carrying out the first version of the method in accordance with the 
invention; 



[0029^ ^Figs. 9-11 show three further possibl e 

development s embodiments of the apparatus of Fig. 4 for carrying out the 
second version of the method in accordance with the invention ;_and 

f0030^ Fig. 12 and Fig. 13 _are_ representations of two different coatings 
which can be generated with the method in accordance with the invention. 

Description of the Preferred Embodiments 

r00311 W ith reference to Fig. 1, it can be seen that the coefficient of 
friction of a material with the composition B4C-C:H has a high dependence 
on the boron content in at%. The lowest coefficient of friction of 0.2 is 
achieved with boron contents in the region between 50 and 55 at%, whereas 
with higher boron contents the coefficients of friction increase continuously 
up to a maximum value of 0.9 at 80 at% of boron. Similar curves can be 
recorded for all elements which can be considered for the present invention, 
namely B, Si, Ti, V, Cr, Zr, Nb, Mo, Hf, Ta and W, All of these elements form 
corresponding carbides and can be enriched with different proportions of 
carbon over a wide range in order to generate compositions which can be 
considered for the purpose of the present invention. Carbon atoms can also 
enter into bonds with hydrogen, with hydrogen as a rule resulting in a 
reduction in the coefficient of friction. 

J0P321 Fig. 2 shows in schematic form the directional dependence of 
the vapor flux of a PVD coating apparatus with, in this example, a cathode 
of B4C, in which the cathode is operated as part of an imbalanced 
magnetron. This distribution is generally known under the name of "cos (p 
distribution" and applies both to cathode sputtering processes and to arc 
discharge vaporization processes and substantially also for other directed 
PVD processes. 



[00331 Fig. 3, in contrast, shows a carbon plasma which, in this 
example, is generated from a graphite target C and maintained in the 
plasma state by a high-power microwave source. The ions and atoms located 
in the region of the plasma have no preferred direction of flow here, but only 
stochastically distributed directions of movement so that they substantially 
form a uniform carbon distribution or carbon cloud. 

r0034] Such a uniform distribution or a similar distribution which 
indeed has partially identically directed movements, but also movements of 
the ions and atoms in all directions, also results for other PVD coating 
apparatuses which are considered comparatively less directed or non- 
directed carbon sources for the purpose of the present invention. 

[00351 With reference to Fig. 4, a schematic representation of a PVD 
coating apparatus can be seen here which is designed in accordance with 
the European Patent 0 439 56 1 and which can be operated according to the 
examples given there. In this connection, reference is made to the 
publication "Surface and Coating Technology" Issue 50 (1992)^ pages 169 to 
178, "A new method for hard coatings" by W, Munz, D. Schultze and F.G.M. 
Hauzer. 

[00361 the form shown in Fig. 4, the treatment chamber 10 has a 

middle housing part 1 1 which is at least substantially rectangular in a side 
view, i.e. in the direction of the arrow 12 of Fig. 4, and on which two 
chamber doors 18, 20 are provided on the left and right which can be 
rotated open and which are attached around respective vertical axes of 
rotation 14, 16. 

[00371 T wo targets 22, 24 and 26 and 28 respectively are installed in 
each of the chamber doors 18 and 20. The total structure in the closed state 
in accordance with Fig. 4 is substantially octagonal in cross- section. Each 



target 22 to 28 faces in the direction of the axis of rotation 30 of a support 
32 which is rota table around the axis of rotation in the direction of the 
arrow 34 (rotation in the opposite direction would also be feasible) . The 
reference numeral 35 indicates a high-power vacuum pump which provides 
for the generation of the required vacuum in the treatment chamber in a 
manner known per se. 

[00381 ' The reference numeral 36 indicates a feed stub for inert gas, for 
example argon, whereas the reference number 38 indicates a feed for a gas 
consisting of hydrocarbon. 

r00391 In Fig. 5 and the subsequent FiRures Fjgs^ 6 to 1 1, for reasons of 
simplicity ngtjonly the rotary support 32 and individual targets 22 to 28 are 
shown, but also articles 40 to be coated and a plurality of different PVD . 
coating apparatuses. 

[0040] Each article 40 to be coated in the example of Fig. 5 and in the 
subsequent examples has a first surface region 42 which is to be provided 
with a coating with a comparatively high coefficient of friction and two side 
areas 44 which each form a second surface region and are intended to be 
coated with a coating which allows a low coefficient of friction. 

[00411 It is understood that the articles 40 are shown here merely by 
way of example and that the articles to be coated do not have to have any 
special shape. They must only have at least two difference surface regions 
which should be provided with coatings of different coefficients of friction 
and for this purpose must lie spatially apart from one another, next to one 
another and/ or at different angles to one another. 

100421 In Fig. 5, the four targets 22 to 28 consist of B4C and are 
operated here - as indicated by the permanent magnets 46 - in a manner 
known per se in the arc discharge vaporization mode. In this way, a 



comparatively directed vapor fliox in accordance with Fig. 2 is created so 
that, in this way, mainly the first surface region 42 of the four articles 40 
shown are coated. However, coating is also effected on the side areas 44, 
this being, however, a thinner coating, since these side areas do not face the 
directed vapor flux. 

r00431 The reference numeral 48 here indicates a carbon source, for 
example in the form of a graphite target, which is mounted on the upper 
wall 49 of the middle part 1 1 of the treatment chamber in accordance with 
Fig. 4 and which is operated either as an arc discharge vaporization device 
or a cathode sputtering device for the generation of a vapor flux, with the 
vapor flux being transformed by means of a high-power microwave source 
into an expanded carbon plasma (not shown) without directional 
dependence which surrounds the four articles 40. 

r00441 Carbon is thus present uniformly on all surfaces of the article 
40. This results in the manner indicated above torn an increased carbon 
content on the side areas 44 and tein a lower carbon content on the surface 
regions 42 of the article 40. In addition to this arrangement, a hydrocarbon 
gas, e.g. C2H2, is fed into the treatment chamber in a known manner via the 
feed 38. This gas is split into carbon and hydrogen as a result of the 
conditions prevailing in the chamber. The carbon can also be deposited on 
the articles 40. It is, however, also important that the hydrogen is partially 
incorporated into the coatings on the surfaces 42 and 44, namely in the 
carbon content present there. This hydrogen helps to lower the coefficient of 
friction in the areas 44 with a high carbon content. 

f00451 T he arrangement in accordance with Fig. 6 corresponds to a 
great extent to the arrangement of Fig. 5, so that the same reference 
numerals are used for the same components and the same description 
applies for parts with the same reference numerals so that these parts are 
not described separately. This convention also applies to the further 



description. The only difference here to the arrangement in accordance with 
Fig. 5 is that the four targets of B4C are operated in a known manner as 
imbalanced magnetrons, which is represented by the different 
representation of the permanent magnets, here identified with the reference 
numeral 50. 

f0046] It should be emphasized here, and also for the representation of 
Fig. 5, that the surface region 42 always has the given, at least substantially 
constant, effective orientation with respect to the vapor flux due to the 
simple rotation of the support 32 around the axis of rotation 30. Strictly 
speaking, the orientation is not constant, on the one hand due to the rotaiy 
movement of the support 32 and on the other hand because the vapor flux 
does not have a strictly parallel direction; however, such angular 
dependencies are without significance so that it is possible to speak of an at 
least substantially constant effective orientation. It is ensured by the rotary 
movement that a uniform coating is also created here. The rotary movement 
is also partially responsible for the side areas 44 coming into contact with 
the vapor flux at least at times so that a coating is also created here even if - 
as is wanted - this coating has a lesser thickness than the coating on the 
surface 42. 

r00471 Although the carbon source 48 in the form of a graphite target is 
used in the examples in accordance with Figur e s Eigi^ 5 and 6, this source 
can be omitted and reliance can be placed on the hydrocarbon gas, for 
example C2H2, fed to the treatment chamber being split into carbon ions and 
carbon molecules as a result of the plasma created in front of each target 24 
to 40, with these carbon ions and molecules then being taken up into the 
coating created on the articles 40 at least in part as a non-directed vapor 
flux or a less directed vapor flux. 

r00481 It will be appreciated that a coating of the articles 40 in the 
embodiment in accordance with Fig, 5 and Fig. 6 would also be possible if 



no rotary movement were made because a certain coating on the side areas 
44 would then also be achieved. The arrangement with the rotary movement 
34 of the support 32 is, however, preferred. 

[0049] The same reference numerals are also used in the arrangement 
of Fig. 7 for components which can be found in Fig. 5. The same description 
as before applies. However, the difference in the representation of Fig. 7 is 
that the carbon source 48 on the upper wall 49 of the treatment chamber 10 
is omitted here. Two ion sources 60 are provided in place of the previous 
targets 24 and 28 and these generate an at least substantially non-directed 
vapor flux or an undirected vapor flux of carbon ions and carbon atoms. The 
targets 26 and 22 are operated here in an arc discharge vaporization mode 
as is indicated by the magnets 46. The rotary movement 34 around the axis 
of rotation 30 is absolutely necessary here. As before, a thicker coating of 
B4C with a lower carbon content (optionally with incorporated hydrogen) is 
created on the first surface region 40 by this arrangement and a thinner 
coating with a higher carbon content (preferably with incorporated 
hydrogen) on the side areas 44. 

[00501 Fig. 8 shows an arrangement which is very similar to the 
arrangement in accordance with Fig. 7; only here the targets 26 and 22 are 
operated as imbalanced magnetrons, as is indicated by the arrangement of 
the permanent magnets 50. The reference numeral 48 in this figure shows 
that the carbon source of Fig. 5 can also be used as an option here, which 
would also be possible in principle with the embodiment of Fig. 7. 

[005 1] Fig. 9 shows a further embodiment where the articles 40 are 
rotatable not only on and with the rotary support 32 around the axis of 
rotation 30 in accordance with the arrow 34, but also around an axis of 
their own 70 in accordance with the arrows 72, which is realized by each 
article 40 being mounted on its own holder 74, with the holders 74 being 
rotatable with respect to the support 32 around the axis 70. 



[0052] T he reference numerals 24 and 28 here also - in accordance 
with the convention used for reference numerals - indicate targets made of 
B4C which are operated in the arc discharge vaporization mode, as indicated 
by the permanent magnets 46. The reference numbers 76 here indicate 
carbon ion sources which are, however, here made as linear, i.e. directed, 
ion sources. 

f0053^ Fig. 9, namely, shows a variant in which the coating in 
accordance with the invention can be generated on different surface regions 
42 and 44 by the use of two directed PVD coating apparatuses. This 
generation of different coatings on the surface regions 42 and 44 requires 
the rotary movement of the articles 40 around their own axes 70 to be 
synchronized with the rotary movement of the support 32 around the axis of 
rotation 30, namely in the manner indicated in Fig. 9. It can namely be seen 
that the surface 42 always faces the two arc discharge vaporization sources 
24 and 28 so that this surface region is preferably coated from the 
corresponding sources and a comparatively thinner coating is created on the 
side areas 44. The side areas 44, however, are preferably coated from the ion 
sources 76 due to their rotation around their own axes so that more carbon 
is supplied there and more carbon is incorporated into the coating. 

[00541 The embodiment of Fig. 10 is similar in principle, but four 
cathode sputtering sources are used here to generate the coating. The 
targets 24 and 28 consist in turn of B4C, whereas the further targets 22 A 
and 26A consist of graphite. That is, directed vapor fluxes are created at all 
four targets and indeed from carbon at the targets 22 A and 26A and from 
B4C at the targets 24 and 28 so that the coating desired in accordance with 
the invention is also achieved by the synchronized rotation of the articles 40 
around their own axes 70 and around the axis of rotation 30 on the support 
32. 



[00551 Finally. Fig. 1 1 shows that the same realization of the invention 
can be achieved if two corresponding cathode sputtering sources are used in 
place of the two arc discharge vaporization sources 24 and 28 in accordance 
with Fig. 9. In all embodiments, a hydrocarbon gas, preferably as C2H2, is 
preferably fed into the treatment chamber via the feed 38 in order thereby to 
mainly incorporate hydrogen into the carbon of the coating in order to 
further reduce the coefficient of friction in coatings with a higher carbon 
content. 

f00561 Although all the preceding examples deal with a coating of B4C, 
carbides of all the above-named elements can be considered instead of B4C. 
In the event of B4C and Si, the corresponding targets 22 to 28 consist 
preferably of the carbide itself. This can also apply to the other elements. 

[00571 However, it is also possible to form the carbides in the treatment 
chamber. For this purpose, corresponding quantities of carbon must be 
made available, which is best done if some targets consist of graphite. 
Optionally, additional targets can be used in free regions of the treatment 
chamber. 

[0058] In the arrangement with synchronized rotary movements, there 
is also the possibility of forming coatings on the side areas 44 which consist 
of thin, alternating layers of, for example, WC and C, with the individual 
layer thicknesses of the carbides being in the range between 1 and 3 nm, 
and is-preferably approximately 2 nm, and the layer thickness of each 
carbon layer being in the range between approximately 1 nm and 
approximately 20 nm, preferably between 2 and 4 nm, with the first layer of 
the layer sequence preferably consisting of carbon and advantageously being 
somewhat thicker than the other layers, for example 500 nm. 

[0059] In this embodiment, the carbon of the carbon layers is present 
with a comparatively high percentage of spa bonds, i.e. diamond- like bonds. 



whereby on the one hand an extremely hard layer with a low coefficient of 
friction can be generated, but on the other hand also a layer which is elastic 
and therefore eminently suitable for bearing purposes. The alternating 
sequence of layers of WC and C is only given by way of example here. The 
other above-named elements can equally be considered. If the number of sps 
bonds is put into relation with the number of sp2 bonds, then this ratio 
(measured with conventional measurement methods such as Raman 
spectroscopy) is larger than 1. 

[0060] Finally, it should be pointed out that it is advantageous to 
deposit the coating in accordance with the invention on a bonding layer of, 
for example, Cr or Ti. 

r00611 T he deposition of this Ti or Cr layer can be realized with the 
same treatment chamber in accordance v^dth the invention. It is only 
necessary to provide a target made of the corresponding material, with such 
a target being able to be provided in addition to the said targets, for example 
in a free region of the chamber doors which can be swung open or in any 
other free regions within the middle part 1 1 . 

[0062] Figs. 12 and 13 give examples for coatings generated with the 
method in accordance with the invention. They are naturally not shown true 
to scale, but serve only for a better understanding of the invention. 

[0063] It should also be emphasized that the different examples given 
here are given purely by way of example. They are in no way to be 
understood as a final list of all possibilities serving the realization of the 
invention. 
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